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ELECTRICALLY PROGRAMMABLE MEMORY ELEMENT 
WITH IMPROVED CONTACTS 

RELATED APPLICATION INFORMATION 

Thts application is a continuation-in-part of U.S. Patent Application Serial 
Number 08/942,000, filed October 1, 1997. 

FIELD OF THE INVENTION 

The present invention relates generally to a uniquely designed solid state, 
electncaily operated memory element. More specifically, the present invention relates to 
a new structural relationship between the electrical contacts and the memory material 
which are integral parts of the memory element. 

BACKGROUND AND PRIOR ART 

The Ovonic EEPROM is a propnetary, high perfomnance, non-volatile, thin-film 
electronic memory device. Its advantages include non-volatile storage of data, potential 
for high bit density and, consequently, low cost because of its small footprint and simple 
two-terminal device configuration, long reprogramming cycle life, low programming 
energies and high speed. The Ovonic EEPROM is capable of both analog and digital 
forms of information storage. Digital storage can be either binary (one bit per memory 
cell) or multi-state (multiple bits per cell). 

The general concept of utilizing electrically writable and erasable phase change 
materials (i.e., matenals which can be programmed between generally amorphous and 
generally crystalline states) for electronic memory applications is known in the art, as is 
disclosed, for example, in U.S. Patent Nos. 3,271,591 and 3.530,441 to Ovshinsky both 
of which are assigned to the same assignee as the present invention, and both 
disclosures of which are incorporated herein by reference. 
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The early pnase-change matenals describee in the '59" and '441 Patents were 
based on cnanges m iccal structural oraer The changes - structural order were 
typically accommodated oy atomic migration of certain species wr^nin the matenai. Such 
atomic migration oetween the amorphous and crystalline states required a time 
5 necessary to accommodate the migration, thereby making the programming times and 
programming energies relatively high. 

The relatively slow (by present standards,) programming soeed, particularly when 
programmed in the direction of greater local order (in the cirection of increasing 
crystallization), and the relatively high input energy needed to initiate a change in local 

I C order where limitations which prevented the memory cells descnbed in the '591 and '441 
patents from widespread use as a direct and universal reoiacement for present 
computer memory applications, such as tape, floppy disks, magnetic or optical hard disk 
drives, solid state disk flash, DRAM, SRAM, and socket flash memory. 

The most significant of these limitations was the relatively high energy input 

15 required to obtain detectable changes in the chemical anaor electronic bonding 
configurations of the chalcogenide material in order to initiate a detectable change in 
local order. The electncal energy required to switch these matenals typically measured 
in the range of about a microjoule. It should be noted that this amount of energy must 
be delivered to each of the memory elements in the soiid state matrix of rows and 

2 0 columns of memory cells. Such high energy levels translate into high current carrying 
requirements for the address lines and for the cell isolation/address device associated 
with each discrete memory element. 

Low programming energy is especially important when the EEPROMs are used 
for large scale archival storage. Used in this manner the EEPROMs would replace the 

2 5 mechanical hard doves (such as magnetic or optical hard dnves) of present computer 
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systems. One of the main reasons for this replacement of conventional mechanical 
hard drives with EEPRCM "hard drives" would be to reduce the comparatively large 
power consumption of the mechanical systems. In the case of lap-top computers, this is 
of particular interest because the mechanical hard disk drive is one of the largest power 
5 consumers therein. Therefore, it would be espeaatly advantageous to reduce this 
power load, thereby substantially increasing the operating time of the computer per 
charge of the power cells. However, if the EEPROM replacement for mechanical hard 
drives has high switching energy requirements (and therefore high power requirements), 
the power savings may be inconsequential or at best unsubstantial. Therefore, any 
10 EEPROM which is to be considered a universal memory requires low programming 
energy. 

Also significant were the switching times the eiectnca! memory materials 
described in the Ovshinsky patents. These mater als typically required times in the 
range of a few milliseconds for the set time (the time required to switch the material from 
1 5 the amorphous to the crystalline state); and approximately a microsecond for the reset 
time (the time required to switch the material from the crystalline back to the amorphous 
state). 

Eiectnca! phase change matenals and memory cells having decreased electncal 
switching times and programming energies are descnbed in commonly assigned U.S. 

2 Q Patent No. 5,166,758 to Ovshinsky, the disclosure of which is incorporated by reference 
herein. Other examples of electrical phase change materials and memory cells are 
provided in commonly assigned U.S. Patent Nos. 5,296.716, 5,414,271, 5,359,205, 
5,341,328, 5,536,947. 5,534,712, 5,687,112, and 5.825,046 the disclosures of which 
are ail incorporated by reference herein. Still further examples of electncal phase 

2 5 change matenals and memory cells are provided in commonly assigned U.S. Patent 
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Application Nos 08/878,370. 09/102.887, and 08/942.000 all of wPicn are incorporated 
by reference nerein 

Generally, the disclosed phase cnange matenais can be electncaily switched 
between structural states of generally amorphous and generally crystalline local order 
The matenais may also be electrically switched between different detectable states of 
local order across the entire spectrum between completely amorpnous and completely 
crystalline states. That is. the switching of such matenais is not required to take place 
between completely amorphous and completely crystalline states but rather can be 
switched in incremental steps reflecting either (1) changes of local order, or (2) changes 
in volume of two or more matenais having different local order so as to provide a "gray 
scale" represented by a multiplicity of conditions of local order spanning the spectrum 
between the completely amorphous and the completely crystalline states. The phase 
change materials exhibit different electncal charactenstics depending upon its state. For 
example, in its amorphous state the material exhibits a higher electncal resistivity than it 
does in its crystalline state. 

The phase-change materials are truly non-volative and will maintain the integrity 
of the information stored by the memory cell without the need for period refresh signals. 
As well, the subject matenais are preferably directly overwntable so that they can be set 
to directly to one of a plurality of resistance values without the need to be set to a 
specific starting or erased resistance value, regardless of the previous resistance value 
of the matenal m response to a selected electrical input signal. Furthenriore, the phase 
change materials preferably have a large dynamic range which provide for gray scale 
storage of multiple bits of binary infonmation in a single cell by mimicking the binary 
encoded infonmation in analog fonrn and thereby storing multiple bits of binary encoded 
infonnation as a single resistance value in a single cell. 
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SUMMARY OF THE INVENTION 

An object of the present invention is to provide a mennory element having 
reduced programming energy. Another object of the present invention is to provide a 
memory array having reduced cell area. 

These and other objects of the invention are satisfied by an electrically 
programmable, single-cell memory element, comprising: a volume of phase-change 
memory material; and a first and a second contact for supplying an electrical signal to 
the memory material, the first contact comprising a conductive sidewall spacer. 

These and other objects of the invention are satisfied by an electrically operated 
memory element, compnsing: a volume of phase-change memory material; and a first 
and a second contact for supplying an electrical signal to the memory material, the first 
contact compnsing a contact layer having an edge adjacent to the volume of memory 
matenal. 

These and other objects of the invention are satisfied by a method of fabricating 
an electncaliy operated memory array having a cell area less than 8F^ the method 
compnsing three or less masking steps in addition to the number of masking steps used 
for a CMOS process flow. 

These and other objects of the invention are satisfied by a method of fabricating 
an electrically operated memory an-ay having a cell area less than 6F . the method 
composing three or less masking steps in addition to the number of masking steps used 
for a CMOS process flow. 

These and other objects of the invention are satisfied by a method of fabncating 
a non-charge-measurement, electncaliy operated memory amay, compnsing three or 
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less masking steps in addition to the number of masking steps usee for a CMOS 
process flow 

These and other objects of the invention are satisfied by a method of fabricating 
a non-charge-storage, eiectncally operated memory array, comprising three or less 
5 masking steps in additjon to the number of masking steps used for a CMOS process 
flow. 

BRIEF DESCRIPTION OF THE DRAWINGS 

Figure 1 is cross-section view of a memory device of the present invention 
: : comprising conductive sidewati spacers; 

Figure 2 is a cross-sectional view of a memory array of the present invention, 
parallel to the channel length, comprising conductive sidewall spacers; 

Figure 3 is a cross-sectional view of a memory array of the present invention, 
parallel to the channel width, comprising conductive sidewall spacers; 
1 5 Figure 4 is a schematic diagram of a memory amay of the present invention; 

Figures 5A through 50 show schematic cross-sectional views for the sequence 
of process steps for fabncating the memory array of the present invention: 

Figure 5 is a cross-sectional view, through the width of the memory array, of a 
memory array of the present invention composing narrowed conductive sidewall 
2 0 spacers; 

Figure 7 is a cross-sectional view of a memory device of the present invention 
comprising dual-layered conductive sidewall spacers; 

Figures 8A through 8E show schematic cross-sectonal views for the sequence 
of process steps for fabncating a memory device compnsing dual-layered conductive 
2 5 sidewall spacers; 
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Figure 9 is a three-dimensional view of a memory element of the present 
invention comprising a conductive sidewal! spacer formed in a via; 

Figure 10A is three-dimensional view of a memory element of the present 
invention compnsing a cup-shaped surface with an open end adjacent to the memory 
5 matehal; 

Figure 10B is cross-sectional view of a memory element of the present invention 
compnsing a cup-shaped surface with an open end adjacent to the memory material; 

Figure 11 A is a three-dimensional view of a memory element having a contact 
which is a contact layer adjacent to the memory matenal; and 
10 Figure 11 B is a cross-sectional view of a memory element having a contact 

which is a contact layer adjacent to the memory material. 

DETAILED DESCRIPTION OF THE INVENTION 

Figure 1 is a cross-sectional view of a memor/ device 100 of the present 
15 invention formed on a semiconductor substrate 102. The memory device 100 
compnses two independent single-cell memory elements. The first single-eel! memory 
element compnses a first contact 130A, memory matenai layer 250, and second contact 
270. The second single-cell memory element comprises first contact 1308, memory 
material layer 250, and second contact 270. As shown in the embodiment shown in 
2 0 Figure 1, two memory elements may share a single continues volume of phase change 
memory material. The insuiative layer 260 provides for electrical isolation between the 
memory material 250 and the honzontaliy disposed section of the second contact 270. 
The insuiative layer 260 also provides a thermal blanket keeping heat energy within the 
memory material layer 250. The dielectnc region 140 eleancally isolates the first contact 
2 5 130A from the first contact 130B. The first contacts 130A,B and the second contact 
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270 supply an elecrncai signal to the memory matenai. Upper dielectric region 180 is 
deposited on top of the memory device 1C0 Preferably the upper dieiectnc layer 180 
compnses borophosphosilicate glass (BPSG). 

In the embodiment shown, the first contacts 130A,B are conductive sidev\/all 
spacers (also referred to herein as "conductive spacers") formed along the sidewall 
surfaces 128S of the dieiectnc regions 128. (Sidewall surfaces 128S and surface 106 
form a trench extending perpendicular to the plane of the illustration). 

In the specific configuration depicte :he volume of memory material is a planar 
memory material layer 250 that is substa :ially honzontally disposed and positioned 
above the conductive sidewall spacers 130A,B so that the bottom surface of the 
memory layer 250 is adjacent to the top of each of the conductive spacers 130A,B 
(where "top" is defined relative to the substrate). 

Preferably, the memory matenai is adjacent to an edge of the conductive 
sidewall spacer. In the embodiment shown in Figure 1, the memory layer 250 is 
adjacent to the edges 132A,B of the conductive spacers 130A,B, respectively. In the 
embodiment shown, the edges 132A,B are lateral cross-sections of the conductive 
spacers 130A,B. 

The area of contact between the memory matenai and the conductive spacers 
130A,B IS the area of contact between the memory matenai and the edges 132A,B- 
Hence, the only electncal coupling between the memory matenai and the conductive 
spacers 130A,B is through all or a portion of the edges 132A,B- The remainder of the 
conductive spacers 130A,B is electrically isolated from the memory material by dielectric 
regions 128 and 140, 

The memory elements of the present invention may be electncally coupled to 
isolation/selections devices and to addressing lines in order to form a memory array. 
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The isolation/addressing devices permit each discrete memop/ ceil to be read and 
wntten to without interfenng with information stored in adjacent or remote memon/ cells 
of the array. Generally, the present invention is not limited to the use of any specific 
type of isolation/addressing device. Examples of isolation/addressing devices include 
field-effect transistors, bipolar junction transistors, and diodes. Examples of field-effect 
transistors include JFET and MOSFET. Examples of MOSFET include NMOS 
transistors and PMOS transistors. Furthermore NMOS and PMOS may even be formed 
on the same chip for CMOS technologies. 

Figure 2 is a cross-sectional view of a memory array structure 200 comprising 
the memory device 100 descnbed above. Each of the memory elements of memory 
device 100 is electncally coupled to a selection/isolation device which is in the form of an 
NMOS transistor The memory array 200 may be formed on a single crystal silicon 
semiconductor wafer 102 which is p-doped and which forms a p-substrate for the 
deposition of the remaining elements of the configuration illustrated. 

The NMOS transistors include n-doped source regions 110, n-doped drain 
regions 112, and gate regions 118, The source regions 110 and the drain regions 112 
may comprise more than one portion of n-dooed matenal, namely a lightly doped n- 
portion and a more heavily doped n+ portion. 

The n-doped source regions 110 and drain regions 112 are separated by 
channel regions 114. The gate regions 118, formed above the channel regions 114, 
control the flow of current from the source regions to the dram regions through the 
channel regions 114. The gate regions 118. preferably compnse a layer of polysilicon. 
Separating the gate regions 118 from the channel regions 1 14 are dielectric regions 1 16 
which are preferably layers of silicon dioxide. 

Associated with the channel regions 114 is a "channel length" and a "channel 
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Width" The channel length iS the distance oetween source and drain regions. The 
channel length is onented parallel to the CLjrrent flow beKveen the two regions, which is 
parallel to the plane of the illustration of Figure 2. The "length" of the memon/ array is 
the dimension of the array parallel to the channel length. 
5 The channel width is perpendicular to the channel length and is thus 

perpendicular to the plane of the illustration of Figure 2. The "width" of the memory 
array is the dimension of the array parallel to the channel width. Figure 3 is a cross- 
sectional view of the memory array structure 200 parallel to the channel width. The view 
shows a plurality of conductive sidewail spacers which are electrically isolated from each 

1 : other by dielectnc regions 184, along the width of the memory an^ay. 

Refemng again to Figure 2, channel stop regions 113 are formed in the n-doped 
dram regions 112 creating two neighbonng, electrically isolated drain regions 112 for 
separate NMOS transistors. Generally, the channel stop regions 113 have a 
conductivity type opposite that of the source and dram regions 1 10, 1 12. In the NMOS 

15 environment shown, the channel stop regions 113 comprises p-doped silicon. The 
channel stop regions 113 may be formed by the implantation of boron ions using well 
known ion implantation techniques. 

Formed above the gate regions 118 are metal regions 120 which preferably 
comprise a layer of tungsten silicide. Metal regions 120 are used to deliver the electncai 

2 C signal to the gate regions 118. The metal regions 120 extend across the width of the 
memory array structure (parallel to the channel width), perpendicular to the plane of the 
illustration of Figure 2 and form a first set of addressing lines, in this case the x set of an 
x-y grid for addressing the individual memory elements of the array. 

Formed aoove the metal regions 120 are the dielectnc regions 122 preferably 

2 z comprising a layer of silicon dioxide. The dielectnc regions 122 electrically insulates the 
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metal regions 120 from neighboring regions of the memony device. The stack of layers 
1 14, 116, 118. 120 are collectively referred to as the gate stacks 124. Dieiectnc regions 
128 are formed on the sidewall surfaces of the gate stacks 124. 

Metal lines 190 are formed on top of the upper insulation regions 180 and 
5 extend across the length of the memon/ array structure (paralle! to the channel length), 
parallel to the plane of Figure 2. Metal lines 190 form a second set of addressing lines, 
in this case the y set of an x-y grid for addressing the individual memory cells of the 
array. The metal lines 190 may be formed from a conductive matenaf such as aluminum 
or copper. Tungsten plugs 144 electncally connect the metal lines 190 to the drain 

1 0 regions 110. It is noted that in the particular embodiment shown in Figure 2, each of the 
tungsten plugs 144 is shared by two NMOS transistors. A layer of titanium siiicide (not 
shown) may be formed on the surface of the silicon substrate to improve the conductivity 
between the substrate 102 and the conductive sidewall spacers 130a,b as well as 
between the substrate 102 and the conductive plugs 144. 

1 5 Hence, associated with each memory element of the memory array structure is 

isolation/addressing device which serves as an isolation/addressing device for that 
memory element thereby enabling that cell to be read and written without interfering with 
information stored in other adjacent or remote memory elements of the array. In the 
embodiment shown in Figure 2, the isolation/addressing device is an NMOS device. 

2 0 Refemng to Figure 2, the electrical coupling between the memory material 250, 

first contact 130A,B. second contact 270, isolation transistor, and addressing lines may 
be summanzed as follows. The NMOS transistor gate (gate region 118) is electncally 
connected to an x-addressing line (metal region 120), the transistor drain (dram region 
110) is electncally connected to a y-addressing line (metal line 190 via conductive plug 

2 5 144), the transistor source (source region 112) is electrically connected to one terminal 
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of a memory element (first contact 130A or 130B). The otner terminal of the memory 
device (second contact 270) is electncaily coupled to a voltage source Va (net shown in 
Figure 2). 

Figure 4 is a schematic diagram of the memory array illustrating the electncai 
z connections between each of the memory elements 110. a corresponding fieid-effect- 
transistor (FET) 115, and the X,Y addressing lines 120, 190 that are used to selectively 
set and read the individual memory elements. The FET is preferably a MOSFET, and 
more preferably an NMOS transistor Alternately, the MOSFET may be a PMOS. It is 
noted that the x and y addressing lines are connected to external circuitry in a manner 
1 : well known to those skilled in the art. 

As shown in the schematic diagram, the gate of the FET transistor is connected 
to one of the addressing lines. In the embodiment described above, the drain is 
connected to a second addressing line. However, in an alternate embodiment, source 
of the transistor may instead be connected to the second addressing line. 

1 5 An embodiment of a method for fabricating the memory amay structure 200 from 

Figure 2 is shown in Figures 5A-50. Refemng first to Figure 5A. an NMOS transistor 
array 500A is provided. Figure 5A shows a cross-sectionai view of a portion of an 
NMOS transistor array compnsing n-dooed regions 110 and 112 formed in a p-doped 
substrate 102. The transistor array includes gate stacks 104 which include dielectnc 

2 0 region 116, gate region 118, metal region 120 and dielectnc region 122. Dielectnc 

regions 124 are formed as insulative sidewall spacers on the sidewall surfaces of the 
gate stacks 104. Dielectnc regions 124 are preferably formed from a dielectnc matenai 
such as TEGS oxide, silicon dioxide, or silicon nitride. The thickness of the dielectric 
regions 124 is preferably between about 400 angstroms and 1000 angstroms, more 
2 5 preferably between about 600 and 800 angstroms, and most preferably about 700 
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angstroms. The spaces between the dielectric regions 124 form trenches 170, 172 
extending perpendicular to the piane of the illustration A layer of titanium siitcide (not 
shown) may be formed above the n-doped regions 110, 112. 

A dielectnc layer 126 is conformally deposited onto the NMOS transistor 
5 structure 500A to form the resulting structure 500B that is shown in Figure 5B. The 
thickness of the dielectric layer 126 is preferably between 100 and 500 angstroms, more 
preferably between about 150 and about 350 angstroms, and most preferably about 
300 angstroms. The dielectric layer 126 is preferably fomned from a material such as 
TEOS oxide, silicon dioxide, or silicon nitride. 

10 Next, the structure 500B is appropnately masked (i.e., deposition and patteming 

of photoresist) and anisotropically etched to remove the dielectnc layer 126 from the 
honzontally disposed bottom surface 173 of trench 172. Specifically, the mask is 
patterned so that the anisotropic etch removes the dielectric layer 126 from the bottom 
surface 173 of trench 172 but does not remove the dielectric layer 171 from tbe bottom 

15 surface of trench 170 A cress-sectional view of the mask and the result of the 
anisotropic etch is shown as structure 500C in Figure 5C. 

Next, the first contacts 130A,B of Figure 5 are formed. The first contacts 130A,B 
are formed as conductive sidewall spacers along the sidewall surfaces 126S of dielectric 
layers 126 within trench 172. A contact layer 133 is confomnally deposited onto 

2 0 stmcture 500C. The resulting stnjcture 500D is shown in Figure 5D. The layer 133 is 
deposited on the sidewall surfaces 126S and bottom surfaces both trenches 170 and 
172 (of course, the bottom surface of trench 170 is already covered by a dielectnc layer 
126). The conformal deposition may be done using chemical vapor deposition (CVD) 
techniques. Other possible deposition methods may be used as long as the sidewai! 

2 5 surfaces are covered by the contact iayer 1 33. 

i 3 
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The structure 500D iS anisotropicaiiy etcned tc form the contuctive sidewall 
spacers 130A,3 shov;n in Figure 5E (structure 5CCE,; The anisotropic etch removes the 
contact layer 133 from the horizontally disposed surfaces. The contact layers 133 
remaining on the sidewail surfaces 126S of trencn 172 are referred to herein as 
5 "sidewall layers" These sidewall layers form the conductive sidewall spacers 130A,B. 
Conductive sidewall spacers 130A,B are the first electrical contacts for the memory 
device 100. The contact layer 133 remaining on the sidewall surfaces 126S within 
trench 170 wilt be removed by a later step in the fabncation process. 

Assuming that the contact layer 133 conformally coats the surfaces onto which it 

1 ] IS deposited, the conductive sidewall spacers 130A,B will have a lateral thickness 

substantially equal to the selected thickness of the contact layer 133 Preferably, the 
contact layer 133 is deposited so that the resulting conductive sidewall contacts 130A,B 
have substantially uniform thickness between about 50 and about 1000 Angstroms, and 
more preferably between about 100 and about 500 Angstroms. 
15 The contact layer 133 and the resulting conductive sidewall contacts 130A,B 

may be formed from any eiectncaily conductive matenal. Examples of materials include 
titanium nitnde, titanium aluminum nitnde, titanium carbonitnde, titanium silicon nitnde. 
Other examples of materials include molybdenum, carbon, tungsten, and titanium- 
tungsten. 

2 0 It is noted that the anisotropic etch which removes the contact layer 133 from the 

bottom surface of trench 172 also removes the titanium siltcide layer from the bottom of 
the same trench 172 thereby electrically isolating conductive sidewall spacer 130A from 
conductive sidewail spacer 130B. However, the titanium silicide at the bottom surface of 
trench 170 is not removed because it is protected from the anisotropic etch by the 
2 5 dielectric layer 126. 
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Next, channel stop region 113 is formed in the n-doped dram region 1 12 creating 
two neighboring, electncaily isolated drain regions 112 Generally, the channel stop 
region 113 has a conductivity type opposite that of the source and drain regions 110, 
112. In the NMOS environment shown, the channel stop region 113 compnses p-doped 
5 silicon. The channel stop region 113 may be formed by the implantation of boron ions 
using well known ion implantation techniques. The resulting stojcture 500F is shown in 
Figure 5F. 

Next the structure 500F is appropnately masked (via photoresist deposition and 
patterning) and isotropically etched to remove the remaining contact layer 133 from the 

10 sidewalts surfaces 126s in trench 170. The conductive sidewall spacers 130A,B in 
trench 172 are protected from the isotropic etch by the photoresist mask. The etch is 
selected so that it does not remove the dielectric layer 126 from trench 170. A cross- 
sectional view of the mask and the resulting structure after the isotropic etch is shown as 
stRJCture 500G in Figure 5G. 

15 It IS noted that the same mask and etch are used to define the width and 

positioning of the conductive sidewai! spacers 130A,B along the width of the memory 
array (i.e., parallel to channel width ana perpendicular to the plane of the illustration of 
Figure 5G). Figure 3 is a cross-section view of the memory array through a conductive 
sidewall spacer (130A or 130B) and parallel to the width of the memory array. Figure 3 

2 0 shows how the mask and etch may be used to create a plurality of conductive sidewall 
spacers, having width W, spaced along the width of the memory array. 

Next, a dielectric layer is deposited onto the structure 500G. The resulting 
structure 500H is shown in Figure 5H. The thickness of the layer 140 is selected to fill 
trench 170 and trench 172. The thickness of the layer 140 is preferably between about 

2 5 500 and about 5000 angstroms, and it is more preferably between about 1000 and 
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about 3000 angstroms. Examples of materials which may oe usee for the dieiectnc 
layer 140 include TEOS oxide silicon dioxide and silicon nitnde. 

After the dieiectnc layer 140 is deposited, the stnjcture 500H is chemicaHy 
mechanicaiiy polished (CMP). The CMP process continues at least until the conductive 
5 sidewail spacers 130A,B are exposed. The resulting structure, after the CMP is 
complete, is shown as stojcture 5001 in Figure 51. 

Next, a layer of phase change memory matenal 250 is deposited onto structure 
5001. A layer of insulation matenal 260 is deposited on top of the phase change 
memory material 250, and a layer of a conductive matenal 270 is deposited on top of 
: : the insulation matenal 260. The resulting structure 500J is shown in Figure 5J. 

The structure 500j is masked and layers 250. 260. 270 are anisotropically etched 
to form structure 500k shown in Figure 5K. Layers 250, 260, 270 are anisotropically 
etched away from the top of the trench 170. 

Next, a layer 280 of conductive matenal is confonrially deposited on top of 
: 5 structure 500K to form stmcture 500L in Figure 2L. The conductive layer 280 is 
anisotropically etched so that only the sidewati layers 270B deposited along the sidewail 
surfaces of layers 250, 260, 270 remain. The resulting structure 500M is shown in Figure 
5M. Conductive layers 270A and 270B collectively form a second contact 290 for the 
memory device. In the embodiment shown, only a portion of the side layers 280 of the 
2 0 second contact 290 are adjacent to the memory layer 250. 

The conductive layers 270A and 270B may all be fonmed of the same 
conductive material or they may be formed from different conductive materials. 
Examples of the materials which may be used for conductive layers 270A and/or 270B 
include titanium nitnde, titanium aluminum nitnde, titantium carbonitride, titanium silicon 
2 5 nitnde Other examples of materials include molybdenum, carbon, tungsten, and 
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titanium-tungsten 

The remaining processing steps in the formation of the memory structure 200 
shown in Figure 2 are well known in the art. An upper dielectric layer 180 is fomried over 
the semiconductor device stoicture 500M to fomn stnjcture SOON shown in Figure 5N. 
Preferably, the upper dielectnc layer 180 comprises borophosphosilicate giass (BPSG). 
The thickness of the upper dielectnc layer 180 may be between 6,000 and 10,000 
angstroms. More preferably the thickness of layer 300 is between 7,000 and 9,000 
angstroms, and most preferably about 8,000 angstroms. 

Next, the upper dielectric layer 180 is appropnately masked and a selective 
anisotropic contact etch may be used to form the opening in trench 170 for a conductive 
plug. The selective etch will etch different dielectnc materials at different rates. As a 
result of the selective etch, gate stacks 104 and dielectnc regions 124 are protected 
during the etch, but the dielectric matenal 140 is etched away until the silicon substrate 
102 (or the titanium silicide layer above the n-doped silicon) is reached. 

Following the selective contact etch, the opening in trench 170 can be filled with 
a conductive matenal, such as tungsten. Tungsten plugs 144 may be formed by a 
blanket tungsten deposition and etch-back. The conductive lines 190 can then be 
patterned over the tungsten plugs 144. 

The method of fabrication detailed above descnbes a way of making a memory 
array structure using only three masking steps beyond conventional CMOS logic. 

The minimal unit cell area of the memory array structure of the present invention 
(an embodiment of which is shown in both Figures 2 and 3) preferably has a cell area 
which is less then 8F^ and more preferably less than 6F\ The method for fabncating the 
memory array disclosed preferably requires three or less masking steps masking steps 
beyond conventional CMOS processing. 
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hence, disclosed herein is a metnod 'or faoncating an electncally operated 
memory array having a ceil area less tnan SF^ the methcc comonsing three or less 
masking steps in addition to the number of masking steps used for a CMOS process 
flow. Also disclosed is a method for fabricating an electncally operated memory array 
5 having a cell area less than 6F^ the method compnsing three or less masking steps in 
addition to the number of masking steps used for a CMOS process flow. 

The phase change memory element of the present invention is a non-charge- 
measurement memory device so that the fabrication method described above discloses 
a method for fabncating a non-change-measurement, electncally operated memory 
1 C anray compnsing three or less masking steps in addition to the number of masking steps 
used for a CMOS process flow. 

It IS further noted that the phase change memory element of the present 
invention is also non-charge-storage memory device so that the fabncation method 
descnbed above discloses a method for fabncating a non-charge-storage, electrically 
15 operated memory array compnsing three or less masking steps in addition to the 
number of masking steps used for a CMOS process flow. 

The following table is a companson of the phase-change memory array of the 
present invention compared to DRAM, SRAM^ FLASH memory, and Ferroelectric 
memory with respective to (1) cell area, and (2) the number masking steps needed in 
2 0 addition to the number of masking steps used for a CMOS process flow. 


18 


BNSDOClD <WC 0057496A1 


wo 00/57498 


PCmSOO/07666 


TABLE 


DRAM 


(1)Cell Area 

8F- 


(2) Masking Steps 

6-9 


SRAM 


FLASH 


PRESENT INVENTION 


FERROELECTRIC 


4T 


6T 


40F^ 
80F- 

8F^ 

6F^ 


0 


5 


10 


in an alternate embodiment of the present invention, the conductive sidewail 
spacers 130A,B may be modified by nan-owing their width (i.e. their dimension parallel to 
the channel width) adjacent to the memory material. 

An example of "nan-owed" sidewali spacers is shown in Figure 6 which shows a 

i; cross-sectional view of the conductive sidewail spacer 130A,B parallel to the channel 
width. In the example shown in Figure 6, the top surfaces of the conductive spacers 
130A,B have been appropnately etched to form narrowed, protnjding columns 188 
adjacent to the memory material (the columns protrude toward the memory layer 250). 
The height of the columns as well as the extent of tapenng may be controlled so as to 

2 J adjust both the width as well as the cross-sectional area of the conductive sidewali 
spacer adjacent to the memory matenal. The width and cross-sectional area can be 
made to be the smallest adjacent to the memory material. 

The narrowed conductive sidewail spacers 130A,B of Figure 6 may be made by 
fonning oxide spacers over the conductive spacers 130A,B of Figure 3 at those 

2 5 positions where a narrowed width is desired. The oxide spacers may be used as masks 
for anisotropic or isotropic etches which will etch the exposed sections of the conductive 
spacer but leave those sections of the conductive spacer underiying the mask. 
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Decreasing the width of :ne conductive spacer adjacent to :ne memory material 
decreases its cross sectional area m that region In general, the smaller the area of a 
cross-section^ the higher the current density within that cross-secuon. The increase 
current aensity causes increased Joule heating adjacent the memory matenal This 
5 provides for increased heat flow into the memory matenal. 

The shape of the conductive sidewall spacers as well as their orientation with 
respect to the memory matenal also decreases the amount of heat energy transferred 
back into the conductive spacer from the memory matenal back. 

In the memory element shown in Figure 1, each of the first contacts 130A.B is a 
: : conductive sidewall spacer fomned from a single layer of conductive matenal. As 
descnbed, the conductive spacer may be formed by the confonmat deposition of a single 
contact layer onto a sidewall surface followed by an anisotropic etch of the contact layer. 

Alternately, the conductive sidewall spacers may be fonmed as a multi-layered 
conductive spacer from more than one contact layer. Generally, the conductive sidewall 

1 5 spacers of the present invention may be formed from one or more, two or more, three or 

more contact layers. 

The memory device 300 shown in Figure 7 is an altemate embodiment of the 
memory device of the present invention wherein each of the first contacts 130a,b is a 
conductive sidewall spacer fomned from two contact layers. Like the memory device 

2 0 100 shown in Figure 1 , the memory device 300 compnses two memory elements. 

Figures SA-SG shows how the memory device 300 may be fabricated. Refemng 
to Figure 8A, provided is a substrate 102 and dielectnc layer 128 forming a trench 172 
with sidewall surfaces 128S and bottom surface 106 The trench 172 extends 
perpendicular to the plane of the illustration. A first contact layer 332 is confonmally 
2 5 deposited onto the top surface of layer 128 and into the trench 172, covering trench 
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sidewall surfaces 128S and trench bottom surface 106. A second contact layer 334 is 
then conformaliy deposited onto the first contact layer 332 Next, both the first and 
second contact layers 332, 334 are anisotropicaily etched to remove the honzontally 
disposed portions of these layers. The remaining portions of the nrst contact layer 332, 
after the anisotropic etch, are referred to as the first sidewall layers 342. The remaining 
portions of the second contact layer 334 are referred to as the second sidewall layers 
344. Collectively, the first sidewall layer 342 and the second sidewall layer 344 form a 
dual-layered conductive sidewall spacer. It is noted that the first sidewall layer, while 
substantially fomned on the sidewall surface 128S has a small "foot" region 343 formed 
on the bottom surface 106. 

It IS noted that the lateral thickness of the first sidewall layer 342 is substantially 
equal to the selected thickness of the first contact layer 342. The thickness of the first 
contact layer 332 is selected so that first sidewalt layer 342 may have a substantially 
uniform thickness between about 50 and about 1000 Angstroms, and preferably it will 
have a substantially uniform thickness between about 100 and about 500 Angstroms. 
Similarly, the lateral thickness of the second sidewall layer 344 is substantially equal to 
the selected thickness of the second contact layer 334. The thickness of the second 
contact layer 334 is selected so that the second sidewall layer 344 may have a 
substantially uniform thickness between about 50 and about 1000 Angstroms, and 
preferably it will have a substantially uniform thickness between about 100 and about 
500 Angstroms 

A dielectric layer 350 is deposited onto the structure, filling the trench 172. The 
top of the structure is then chemically mechanically polished (CMP) so as to planarize 
the top surface and expose the top edges 345, 348 of the first and second sidewall 
layers 342 and 344, respectively. It is noted that in the embodiment shown, the edges 
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346, 348 are cross-sections of the thicKnesses of the first ana second sidewail layers, 
Specificatly the edges 346, 348 are lateral cross-sections of tne first and second 
sidewail layers 342, 344, respectively. 

Next, the first sidewail layers 342 are selectively etcned so that the top edges 
346 are etched below the top edges 348 of the adjacent second sidewatl layer creating 
indentations in the first sidewail layers 342. A dielectric layer 360 may then be deposited 
over the structure so as to fill these indentations. The dieiectnc layer 360, may be 
fonmed of TEOS oxide, silicon dioxide, or silicon nitnde. Next, the structure is again 
chemically mechanically polished to plananze the top surface and ensure that the top 
edges 348 of the second sidewail layer 344 is exposed. Memory layer 250, insulation 
layer 260. and conductive layer 270 are deposited as descnbed above to form the 
structure shown in Figure 7. 

Referring to Figure 7^ it is seen that the top edge 348 of the second sidewail 
layer 344 is adjacent to the memory material and makes contact with the memory 
matenal. In contrast, the top edge 346 of the first sidewail layer 342 is remote to the 
memory matenal and does not make contact with the memory material. In fact, the top 
edge 346 of the first contact layer 342 is physically separated from the memory matenal 
by the dieiectnc matenal 360, 

Hence, the area of contact between the dual-layered conductive sidewail 
spacers 330A,B and the memory matenal 250 is the area of contact between the top 
edge 348 of the second sidewail layer 344 and the memory material 250, The first 
sidewail layers 342 are not contiguous with the memory matenal 250 and are only 
indirectly electncally coupled to the memory matenal 250 through the second sidewail 
layers 344, 

The matenals for the first and second sidewail layers 342. 344 are preferably 
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selected so that the eiectncai resistivity of the first sidewail layer 342 is less than the 
eiectncal resistivity of the second sidewail layer 344. 

Examples of matenal which may be used for the first sidewail layer 342 include 
titanium tungsten, tungsten silicide, tungsten, molybdenum, and N+ doped polysilicon, 
and titanium nitnde. The first sidewail layer 342 may have a thickness between about 
50 angstroms and 300 angstroms, and preferably between about 100 angstroms and 
200 angstroms. 

The second sidewail layer 344 preferably has a resistivity which is greater than 
the resistivity of the first sidewail layer. Examples of materials which may be used for 
the second sidewail layer include titanium nitnde, titanium carbonitride, titanium 
aluminum nitnde, titanium siliconitnde, carbon, N- doped polysilicon, and fomns of 
titanium nitnde. The second sidewail layer 132 may have a thickness between about 50 
angstroms and 300 angstroms, and preferably between about 100 angstroms and 200 
angstroms. 

Refemng to Figure 7, it is seen that the dual-layered conductive sidewail spacers 
330A,B may be thought of as having a first segment L1 extending from substrate 102 to 
edge 346 of first sidewail layer 342. and a second segment L2 extending from edge 346 
to edge 348 of second sidewail layer 344 (adjacent to the memory material). 

For segment LI, first sidewail layer 342 etectricaity shunts (provides a parallel or 
altemative electrical path for) the second sidewail layer 344. The first and second 
sidewail layers are electncally in parallel so current can pass through either layer. Since 
the resistivity of the first sidewail layer is less than the resistivity of the second sidewail 
layer, most of the eiectncal cunrent will pass through the first sidewail layer. Segment LI 
thus provides a low resistance current path. 

For segment L2, all of the eiectncal current must pass through the more resistive 

23 


BNSDOCID <WO 0O67498A1 i > 


wo 00/57498 


PCT/LSOO/07666 


second sidewail layer Segment thus orovtoes a high resistance current path, (it is 
noted that the resistivity of segment L2 is nigher than that of L1 wnen the resistivities of 
the two Sidewail layers are not the same.) 

Since the resistance of the segment L2 is greater than that of LI most of the 
Joule heating within the dual layered conductive sidewail spacer will occur in section L2 
adjacent to the memory matenal. This provides for more efficient heating of the memory 
matenal. 

In the embodiments of the memory device descnbed above, the first electrical 
contacts of each of the memory elements are conductive sidewail spacers formed by 
depositing one or more contact layers onto the sidewail surfaces of a trench. 

Altemately, the conduaive sidewail spacers may be formed by conformaliy 
depositing one or more contact layers onto the sidewail surface or surfaces of a via hole. 
The via hole may be round, square, rectangular or irregularly shaped. The conductive 
sidewail spacers may also be formed by conformaliy depositing one or more contact 
layers onto the sidewail surfaces of a pillar or mesa. 

Figure 9 shows a three-dimensional view of a memory structure comprising a 
first contact 400, a layer of memory matenal 250, and a second contact 410. The first 
contact 400 is a conductive sidewail spacer formed by confonmally depositing a contact 
layer into a round via and then anisotropicaily etching the contact layer to remove the 
honzontally disposed surfaces. The remaining portion on the sidewail surface of the via 
is the tubular shaped conductive sidewail spacer 400. 

The remaining space in the via is filled with a dielectnc matenal and the stnjcture 
is then chemically mechanically polished to expose the conductive sidewail spacer A 
layer of memory matenal is deposited onto the top of the structure so that the bottom 
surface of the memory matenal makes contact with the annular top edge of the 
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conductive sidewail spacer. A layer of conductive material ts deposited on top of the 

memory matenai to form a second contact. 

The conductive sidewall spacer 400 has a annular top edge 402 The thickness 

of the conductive sidewall spacer 400, and the thickness of the annular top edge 402, is 
5 substantially equal to the thickness of the conformaily deposited contact layer. In the 

embodiment shown in Figure 9 it is noted the edge 402 is a lateral cross-section of the 

conductive spacer 400. 

The area of contact between the conductive spacer 400 and the memory 

material 250 is the area of contact between the memory layer 250 and the annular edge 
1 0 402. If the entire edge 402 makes contact with the memory layer, then the area of 

contact is an annular nng. The area of contact is proportional to the thickness of the 

edge which is substantially equal to the thickness of the deposited contact layer. Hence, 

the area of contact can thus be reduced by controiiing the deposition process of the 

contact layer and the size of the effective electrode area of the memory device shown in 
1 5 Figure 9 may be reduced beyond that penmitted by the resolution of photolithography. 

It IS noted that the first contact 400 shown in Figure 9 is formed as the 

conductive sidewall spacer 400 having a tubular shape with two open ends. Altemately, 

the contact may be formed as a cup-shaped shell 450 having the three-dimensional 

view shown in Figure 10a and the cross-sectional view shown in Figure 10b. As noted 
2 0 the contact 450 has edge 460 which is adjacent to the memory material. The area of 

contact between the contact 450 and the memory material 250 is the area of contact 

between the edge 460 and the memory matenai 250. 

The cup-like shell 450 may be formed by deoositing a contact layer into a via, 

filling the remainder of the via with a dielectnc, and chemically mechanically polishing the 
2 5 surface to plananze the surface and expose the top edge 460 of the contact 450. The 
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layers 250 ana 410 may then be depositea. The area of contact oetween the contact 
450 and the memory material is the region of contact between the edge 460 anc the 
memory matenal. If the entire edge makes contact with the memory matenal then the 
area of contact is in the fonm of an annular nng. 
5 Also disclosed herein is an electncally programmable memory element 

comprising a volume of phase change memory material, a first electncal contact, and 
second electncal contact, where the first contact composes a contact layer naving an 
edge adjacent to the volume of phase change memory matenal. 

Generally, the contact layer is not restncted to any specific onentation or 

1 r: conformation. The contact layer may be substantially vertically disposed. The contact 

layer may be substantially vertically disposed, for example, by forming the first contact 
as a conductive sidewall spacer on a substantially vertically disposed sidewall surface. 

Alternately, the contact layer may be substantially honzontaily disposed. The 
1 5 contact layer may be substantially honzontaily disposed by depositing the contact layer 
onto a substantially honzontaily disposed substrate. Figure 11 A shows a three- 
dimensional view of an alternate embodiment of a memory element of the present 
invention formed on a single crystal silicon semiconductor substrate wafer 102. The 
memory element 600 compnses the volume of memory material 250, a first electrical 
2C contact 610 which is electncally coupled to the memory material 250, and a second 
electrical contact which is electncally coupled to the memory matenal and which is 
spacedly disposed from the first contact 610. Figure 1 1 B is a cross-sectional view of the 
same memory device 600. 

in the embodiment shown in Figures 11A,B the first contact is a contact layer 

2 5 610 which is substantially honzontaily disposed onto the substrate 102. The contact 
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layer has an edge 612 which is adjacent to the volume of memory matenal 250, The 
area of contact between the memory matenai 250 and the contact layer 610 is the area 
of contact between the memory matenai 250 and edge 612. (As shown, in this 
embodiment the edge, is a cross-sectional slice parallel to the thickness). The area of 
contact between the contact layer 610 and the memory material 250 is proportional to 
the thickness of the contact layer 610. It is noted that eiectncal coupling between the 
memory material and the contact layer 610 is by way of all or a portion of the edge 612. 
The remainder of the volume of memory material 250 is electncally isolated from the first 
contact 610 by the dielectric matenai 628. 

Preferably, the edge 612 encircles a cross-sectional slice of the volume of 
memory matenai 250. As used herein, "encircles" means that the edge 612 passes 
completely around a cross-sectional slice of the volume of memory matenai 250. 
However, the memory element may be stnjctured so that the edge only partially 
encircles a cross-sectional slice of the volume of memory matenai 250. In the 
embodiment shown, the cross-sectionai slice is substantially parallel to the plane of the 
substrate 102. however, other onentations are also possible, 

The second contact may be as a layer of conductive material and is preferably 
formed as a thin-film layer. In the embodiment shown in Figures 11A,B. the second 
contact 620 is a conductive layer 620 that is deposited on top of the memory material 
250 so that the bottom surface of the conductive layer 620 is adjacent to the top surface 
of memory matenai 250. 

Also disclosed herein is an electncally programmable, single-cell memory 
element, comprising a volume of phase-change memory matenai; and a first and a 
second contact for supplying an eiectncal signal to the memory matenai wnere at least 
one of the contacts is adapted to maximize the current density adjacent to the memory 
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material and to minimize the themnal energy flowing from the memory matenai to the 
contact 

Increasing the current density aajacent to the memory material increasing the 
amount of Joule heating in that region so that more heat energy can flow into the 
memory matenai. Current density (and hence Joule heating) may be increased by 
decreasing the cross-sectional area of the contact adjacent to the memory matenai. 

Generally, the phase-change memory matenai used in the memory elements 
and memory arrays of the present invention may be any phase-change memory matenai 
known in the art. Specific matenais are descnbed in U.S. Patent Nos. 5,156,758, 
5,296,716, 5,414,271. 5,359.205, 5,341,328. 5,536,947, 5,534,712, 5,687,112, and 
5,825,046 the disclosures of which are ail incorporated by reference herein. 

As described above, the phase change matenais are preferably directly 
overwntabie so that they can be set directly to one of a plurality of resistance values 
without the need to be set to a specific starting or erased resistance value, regardless of 
the previous resistance value of the matenai tn response to a selected electncal input 
signal Furthermore, the phase change matenais preferably have a large dynamic range 
which provide for gray scale storage of multiple bits of binary infonmation in a single cell 
by mimicking the binary encoded information in analog form and thereby stonng multiple 
bits of binary encoded infonmation as a single resistance value in a single cell. 
Furthermore, the phase change matenais may have a dynamic range of electrical 
resistance values with the ability to be set directly to one of a plurality of resistance 
values within the dynamic range without the need to be set to a specific starting or 
erased resistance value, regardless of the previous resistance value of the material in 
response to a selected electrical input signal. 

In one embodiment of the present invention, the volume of memory material 
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defining a single-cell memory element may have a dynamic range of resistance which 
provides for two distinct detectable levels of electrical resistance values, thereby 
providing for single-bit data storage capabilities. 

In another embodiment of the present invention, the volume of memory material 
5 defining a single-celt memory element may have at least three distinct detectable levels 
of electrical resistance values and thus be capable of storing more than one bit of binary 
information, thereby providing the memory element with multibit storage capabilities. 
Preferably, the volume of memory material defining a single-cell memory element may 
have at least four distinct detectable levels of electncal resistance values so that the 

1 0 dynamic range and the multibit capabilities provide storage for at least two bits of binary 
information in a single-cell memory element. 

In yet another embodiment of the present invention, the dynamic range of 
resistance provides for at least sixteen distinct detectable levels of electncal resistance 
values so that the dynamic range and the multibit capabilities provide storage for at least 

1 5 four bits of binary information in a single-cell memory element. 

The phase change memory materials may be formed from a plurality of atomic 
elements, each of which is present throughout the entire volume of memory material. 
Preferably, the memory material includes at least one chalcogen element. Preferably, 
the chalcogen elements are selected from the group consisting of Te, Se, and mixtures 

2 0 or alloys thereof. More preferably, the memory matenal includes a mixture of Te and 
Se. The memory matenal may further include at least one element selected from the 
group consisting of Ge, Sb, Bi, Pb. Sn, As, S, Si, P, O, and mixtures or alloys thereof. 
The memory matenal may include at least one transition metal element. The term 
"transition metal" as used herein includes elements 21 to 30, 39 to 48, 57 and 72 to 80. 

2 5 Preferably, the one or more transition metal elements are selected from the group 
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consisting of Cr, Fe. Ni, Nb, Pd, Pt and mixtures or ailoys thereof 

tt nas oeen determined that compositions in the highly resistive state of tne ciass 
of TeGeSb matenais which meet the cntena of the present invention are generally 
charactenzed by substantially reduced concentrations of Te relative to that present :n 
pnor art electncally erasable memory matenats. In one composition that provides 
substantially improved electrical switching performance characteristics , the average 
concentration of Te in the as deposited materials was well below 70%, typically below 
about 60% and ranged in general from as low as about 23% up to about 58% Te and 
most preferably about 40% to 58% Te. Concentrations of Ge were above about 5% 
and ranged from a low of about 8% to about 30% average in the matenal, remaining 
generally below 50%. The remainder of the pnncipal constituent elements in this 
composition was Sb. The percentages given are atomic percentages which total 100% 
of the atoms of the constituent elements. Thus, this composition may be characterized 
as TeaGebSbioo-<a>b). These ternary Te-Ge-Sb alloys are useful starting matenais for the 
development of additional memory materials having even better electrical 
characteristics. 

As discussed above, the memory matenal of the present invention includes at 
least one chalcogen and may include at least one transition metal element. The 
memory materials which include transition metals are elementally modified forms of the 
memory materials in the Te-Ge-Sb temary system. That is, the elementally modified 
memory matenais constitute modified forms of the Te-Ge-Sb memory alloys. This 
elemental modification is achieved by the incorporation of transition metals into the basic 
Te-Ge-Sb temary system, with or without an additional chalcogen element, such as Se. 
Generally the elementally modified memory materials fall into two categones. 

The first category is a phase-change memory matenal which includes Te. Ge, 
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Sb and a transition metal, in the ratio (TeaGebSbioo.(a.b))cT[\/lioo^ where the subscnpts are 
in atomic percentages which total 100% of the constituent elements, wherein TM is one 
or more transition metals, a and b are as set forth herein above for the basic Te-Ge-Sb 
teman/ system and c is between about 90% and about 99.99%. The transition metal 
preferably include Cr, Fe, Ni, Nb, Pd. Pt and mixtures or alloys thereof. 

The second category is a phase-change memory matenal which includes Te, 
Ge, Sb, Se and a transition metal, in the ratio (TeaGebSbioo-o-bOcTMcjSeioo-fc^d) where the 
subscripts are in atomic percentages which total 100% of the constituent elements, TM 
is one or more transition metals, a and b are as set forth hereinabove for the basic Te- 
Ge-Sb temary system, c is between about 90% and 99.5% and d is between about 
0.01% and 10%. The transition metal can preferably include Cr, Fe, Ni, Pd, Pt, Nb, and 
mixtures or alloys thereof. 

The memory elements of the instant patent application possess substantially 
non-volatile set resistance values. However, if the resistance value does, under some 
circumstances, drift from its original set value, "compositional modification", descnbed 
hereinafter, may be used to compensate for this drift. As used herein, the term "non- 
volatile" will refer to the condition in which the set resistance value remains substantially 
constant for archival time penods. Of course, software (including the feedback system 
discussed hereinafter) can be employed to insure that absolutely no "dnft" occurs 
outside of a selected margin of error. Because dnft of the resistance value of the 
memory elements can. if left unimpeded, hinder gray scale storage of information, it is 
desirable to minimize dnft. 

"Compositional modification" is defined herein to include any means of 
compositionalty modifying the volume of memory matenal to yield substantially stable 
values of resistance, including the addition of oand gap widening elements to increase 
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the inherent resistance of the matenal. One example of compositional modification is to 
include gradeo compositionai inhomogeneities with respect to thickness. For exampie, 
the volume of memor/ matenal may be graded from a first Te-Ge-Sb altoy to a second 
Te-Ge-Sb alloy of diffenng composition. The compositional grading may take any form 
r which reduces set resistance value drift ana need not be limited to a first and second 
alloy of the same alloy system. Also, the grading can be accomplished with more than 
two alloys. The grading can be unifomn and contjnuous or it can also be non-uniform or 
non-continuous. A specific example of compositional grading which results in reduced 
resistance value dnft includes a uniform and continuous grading of GeuSb^gTes? at one 

1 : surface to Ge22Sb22Te56 at the opposite surface. 

Another manner of employing compositional modification to reduce resistance 
dnft IS by layenng the volume of memory mtatenal. That is, the volume of memory 
material may be fonried of a plurality of discrete, relatively thin layers of diffenng 
composition. For example, the volume of memory matenat may include one or more 

1 5 pairs of layers, each one of which is formed of a different Te-Ge-Sb alloy. Again, as 
was the case with graded compositions, any combination of layers which results in 
substantially reduced resistance value dnft can be employed. The layers may be of 
similar thickness or they may be of diffenng thickness. Any number of layers may be 
used and multiple layers of the same alloy may be present in the volume of memory 

2C material, either contiguous or remote from one another. Also, layers of any number of 
differing alloy composition may be used. A specific example of compositional layenng is 
a volume of memory matenal which includes alternating layer pairs of Gei4Sb29Te57 and 
Ge22Sb22Te56. 

Yet another fomn of compositional inhomogeneity to reduce resistance drift is 

2 5 accomplished by combining compositional grading and compositional layenng. More 
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particularly, the aforementioned compositional grading may be combined with any of the 

above described compositional layenng to form a stable volume of memory material. 

Exemplary volumes of memory material which employ this combination are: (1) a 

volume of memory material which includes a discrete layer of Ge22Sb22Te56 followed by 
5 a graded composition of GeiaSbzsTes? and Ge22Sb22Te56 and (2) a volume of memory 

matenal which includes a discrete layer of Gei4Sb29Te57 and a graded composition of 

Gei4Sb29Te57 and Ge22Sb22Te56. 

It IS to be understood that the disclosure set forth herein is presented in the form 

of detailed embodiments described for the purpose of making a full and complete 
J disclosure of the present invention, and that such details are not to be interpreted as 

limiting the tme scope of this invention as set forth and defined in the appended claims. 
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We claim: 

1 An electncally programmable, single-ceil memory element, comcmsing: 
a volume of phase-change memory matenal; and 

a first and a second contact for supplying an electrical signal to said memory 
5 material, said first contact comprising a conductive sidewall spacer. 

2. The memory element of claim 1, wherein said conductive sidewall spacer is 
adjacent to said memory matenal. 

1 0 3. The memory element of claim 1, wherein said conductive sidewall spacer has an 
edge adjacent to said memory matenal. 

4. The memory element of claim 1 wherein the top of said conductive sidewall 
spacer is adjacent to said memory material. 

5. The memory element of claim 4. wherein said memory material is a substantially 
honzontally disposed memory layer fonmed above said conductive sidewall spacer 

6. The memory element of claim 1, wherein said conductive sidewall spacer is 
2 0 formed on a sidewall surface. 

7. The memory element of claim 6, wherein said sidewall surface is selected from 
the group consisting of trench sidewall surface, via sidewall surface, and pillar sidewall 
surface. 


BKSDOClD <WO _ 0O57it9eAi i > 


wo 00/57498 


PCT/USOO/07666 


8. The memory element of claim 6, wherein said conductive sidewail spacer is 
formed by depositing at ieast one contact layer onto a sidewail surface, and etching said 
at least one contact layer. 

5 9. The memory element of claim 8, wherein said at ieast one contact layer is a first 
contact layer and a second contact layer, wherein said first contact layer is deposited 
onto said sidewail surface and said second contact layer is deposited onto said first 
contact layer. 

10 10. The memory element of claim 8, wherein said depositing is conformal 
depositing. 

1 1 . The memory element of claim 8, wherein said etching is anisotropic etching. 

1 5 12. The memory element of claim 8, wherein the resistivity of said first contact layer 
is less than the resistivity of said second contact layer. 

13. The memory element of claim 1, wherein said conductive sidewail spacer 
composes a first sidewail layer, and a second sidewail layer formed on said first sidewail 

2 0 layer. 

14. The memory element of claim 13, wherein the resistivity of said first sidewail 
layer is less than the resistivity of said first sidewail layer. 

2 5 15. The memory element of claim 13, wherein said first sidewail layer is adjacent to 

35 
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said memon/ matenal. 

16 The memory element of claim 15, wnerein said second sidewail layer is remote 
to said memory matenal. 

17. The memory element of claim 4, wherein the top of said second sidewail layer is 
adjacent to said memory matenal. 

18. The memory element of claim 11, wherein the top of said first sidewail layer is 
remote to said memory material. 

19 The memory element of claim 1, wherein said conductive sidewail spacer has a 
narrowed width adjacent said memory matenal. 

20. The memory element of claim 1, wherein said volume of memory material 
includes at least one chalcogen 

21. The memory element of claim 20, wherein said at least one chatcogen is 
selected from the group consisting of Te, and Se. 

22. The memory element of claim 20, wherein said memory material further includes 
at least one element selected from the group consisting of Ge, Sb, Bi, Pb, Sn, As, S, Si, 
P, O. and mixtures or alloys thereof. 

23. The memory element of claim 20, wherein said memory material further includes 


3b 
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at least one transition nnetal element. 

24. An electncally operated memory element, compnsing: 

a volume of phase-change memory material; and 
5 a first and a second contact for supplying an electncal signal to said memory 

material, said first contact comprising a contact layer having an edge adjacent to said 
volume of memory material. 

25. The memory element of claim 24, wherein said contact layer is a thin-film layer. 

10 

26. The memory element of claim 24, wherein said contact layer is substantially 
vertically disposed. 

27. The memory element of claim 24, wherein said contact layer is planar. 

1 5 

28. The memory element of clatm 27, wherein said contact layer is substantially 
horizontally disposed. 

29. The memory element of claim 24, wherein said contact layer is formed on a 

2 0 sidewall suri'ace. 

30. The memory element of claim 29, wherein said sidewall suri'ace is chosen from 
the group consisting of trench sidewall surface, via sidewall surface, and pillar sidewall 
surface. 


BNSDOCID ^WC ■D06749eA 


wo 00/57498 


PCT/LSOO/07666 


31 The memory element of claim 24. wnerein said first contact is a conductive 
sidewall spacer 

32 The memory element of claim 24, wherein said contact layer \s cup-like surface 
5 having a open end adjacent said memory matenal. 

33. The memory element of claim 24, wherein the area of contact between said 
contact layer and said memory matenal is annular 

: : 34. The memory element of claim 24, wherein said edge encircles a cross-sectional 
slice of said memor/ matenal. 

35. The memory element of claim 24, wherein said volume of memory materia! 
includes at least one chalcogen. 

1 5: 

36. The memory element of claim 35, wherein said at least one chalcogen is 
selected from the group consisting of Te. and Se. 

37. The memory element of claim 35, wherein said memory material further includes 

2 0 at least one element selected from the group consisting of Ge, Sb, Bi, Pb, Sn, As, S, Si, 

P, O. and mixtures or alloys thereof. 

38. The memory element of claim 35, wherein said memory material further includes 
at least one transition metal element. 


38 
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39 An electncally programmable, singie-ceil memory element, compnsing: 
a volume of phase-change memory material; and 

a first and a second contact for supplying an electncal signal to said memory 
material, at least one of said contacts adapted to maximize the current density adjacent 
said memory material, and to minimize the thermal energy flowing from said memory 
material to said at least one contact. 

40. A method of fabncating an electrically operated memory array having a cell area 
less than 8F', the method comprising three or less masking steps in addition to the 
number of masking steps used for a CMOS process flow. 

41. A method of fabncating an electrically operated memory array having a cell area 
less than 6F^ the method compnsing three or less masking steps in addition to the 
number of masking steps used for a CMOS process flow. 

42. A method of fabricating a non-charge-measurement, electncally operated 
memory array, compnsing three or less masking steps in addition to the number of 
masking steps used for a CMOS process flow. 

43. A method of fabricating a non-charge-storage, electrically operated memory 
anray, compnsing three or less masking steps in addition to the number of masking steps 
used for a CMOS process flow. 
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